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shown at the right in Fig. 250, and with a racing hammer raze down
the wrinkles one course, and then .wrinkle again, until the desired
curve is obtained. When this is accomplished trim the edges on each
side ready for the wire and groove, then planish and smooth both
bridge and body, and wire both, leaving the wire out at each end of
the bridge, and turn the grooving edge inside so that it will lap over
the bottom. Now lock them and groove them together, letting the
end of the bridge wire butt the wire of the body In the middle of the
ear of the bail. Then make the foot and prepare the bail and back
handle, and clean all up, riveting the foot and handles on the last
thing.
If the back of the body for a Nautilus scoop is cut to bring it near
the shape required, and then brazed tog-ether, it may be formed, or
the pattern maybe cut as follows, see Fig*. 254: (The pattern of the
mouth is the same as in the last example, and has been already
described.) In Fig. 255 let A E C B represent the back of the scoop
and A B the radius of the curve. Draw A D perpendicular to A B,
and from B lay off the distance B C, one-fourth of the semicircle G E
C B, and draw B D through C ; then B D in Fig. 255 will represent
and be equal to a R, u R, T S and 6 s in Fig". 254- Divide a b in Fig.
254 into four equal spaces, ap,p c,c o and o &f and with f c as radius
describe the semicircle oyj>. Now, with the radius R a (that is, D B
in Fig. 255), describe the arc a u, and with S #f         equal to D B, de-
scribe the arc T b. Then, with s o in Fig. 254 (that isf D C in Fig. 255),
describe the arcs o #andj> #, making them equal to a y and/jy respect-
ively : join u x and T v, and the pattern is complete and ready for
work. First punch two small holes at/ and o        thin the edges and
cramp them one side ; then form and bring                   together and
braze them, as shown in Fig. 256. Clean off Joint, knock down and
anneal and wrinkle the edges,as in Fig. 256,                proceed to pounce
the bottom into shape on a bullet stake, at         same time break-
ing down the corner or lag- along the curbed             While this is being-
done, the side and bottom will bulge out sufficiently to grive it the re-
quired shape if it receive the "proper treatment, which treatment,
however, can only be learnt by practice or from a tutor on the spot
When the bottom is prepared, proceed as before to trim, planish, put
together and finish.
The Royal comes next This scoop no bail* but is mounted
with a handle similar to the back handle, as              la Pi&. 225. The